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Abstract 

The exchange bias of the soft ferromagnet mu-metal, Ni77Fei4Cu5Mo4, with the metallic anti- 
ferromagnet FesoMnso has been studied as a function of ferromagnet thickness and buffer layer 
material. Mu-metal exhibits classic exchange bias behavior: the exchange bias (Heb) and coer- 
cive fields scale inversely with the ferromagnet's thickness, with Heb varying as the cosine of the 
in-plane applied field angle. While the exchange bias, coercivity, and exchange energy are greatest 
when the buffer layer material is (111) oriented Cu, amorphous Ta buffers allow the mu-metal to 
retain more of its soft magnetic character. The ability to preserve soft ferromagnetic behavior in an 
exchange biased heterostructure may be useful for low field sensing and other device applications. 
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INTRODUCTION 

Exchange bias is a phenomenon related to the interfacial exchange interaction between 
two ordered magnetic materials PQE]- Observed primarily in structures composed of ferro- 
magnet /antiferromagnet (FM/AF) interfaces (e.g., thin film heterostructures and nanopar- 
ticles), exchange bias manifests itself as a unidirectional magnetic anisotropy that shifts the 
hysteresis loop along the field axis by some amount known as the exchange bias, Heb- The 
ferromagnet has a unique magnetization at zero field when Heb exceeds the saturation field, 
which allows simple FM/AF bilayers to serve as a magnetic reference for spintronics devices 
[3j. In fact, there are many potential applications of exchange bias because Heb is a function 
of many experimentally controllable parameters, including, but not limited to: ferromagnet 
and antiferromagnet thickness; temperature; interfacial structure and roughness; and grain 
size 

In this work, we focus on inducing exchange bias in Ni77Fei4Cu5Mo4, which is sometimes 
referred to as mu-metal or conetic. A member of the Permalloy family, this material has 
large permeability and saturation magnetization, and offers nearly zero magnetostriction and 
nearly zero magnetocrystalline anisotropy [5l, fG] . Introducing a unidirectional anisotropy via 
exchange bias in soft magnetic materials could be a useful for introducing additional control 
over phenomena and sensors such as giant magneto-impedance (GMI) [7]. Bulk mu-metal 
has been shown to have a large GMI ratio (300%) and a correspondingly high sensitivity 
(20%/Oe) [SI IH], but its exchange bias properties have not been reported. Another poten- 
tial area for impact is exchange spring system that combine materials with perpendicular 
magnetic anisotropy with soft ferromagnet layers with in plane anisotropy. This leads to 
structures whose magnetization has an out of plane tilt angle that is tunable by the thick- 
ness of the soft ferromagnet [10]. Such structures are being explored for spin transfer torque 
devices [TT] . 
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FIG. 1: (Color online) X-ray diffraction results show that the 50 A Ta buffer (left) leads to more 
coherent (111) mu-metal texture than the 300 A Cu buffer (right). 



MATERIALS AND METHODS 

We investigated how the magnetic properties of three sets of Ni77Fei4Cu5Mo4/Fe5oMn5o 
(NiFeCuMo/FeMn) depend on NiFeCuMo thickness and substrate/buffer layer materials. 
We used Ta and Cu as buffer layers, with both grown on the native oxide of Si (100) wafers, 
with Cu additionally grown onto a 140 nm thermal oxidize on Si (100). Specifically, the Cu- 
buffered set had the structure Cu(300 A)/NiFeCuMo(90-300 A)/FeMn(150 A)/Ta(50 A), 
and were grown simultaneously on the two substrates. The Ta-buffered set had the structure 
Ta(50 A)/NiFeCuMo(60-400 A)/FeMn(150 A), and were uncapped. The FeMn thickness 
of 150 A was chosen so that the Blocking temperature of ~400 K was independent of the 
antiferromagnet's thickness The substrates were ultrasonically cleaned in acetone and 
methanol for 5 minutes each, blown dry with nitrogen gas, then inserting into the load lock. 
The samples were grown at ambient temperature in 3 mTorr of ultra high purity Ar in a 
magnetron sputtering system with a base pressure of 20 nTorr. The compositions noted 
were those of the sputtering targets. All targets were presputtered for 10 minutes prior to 
deposition. The sample holder was continually rotated during deposition, and the gun angle 
has been optimized to obtain deposition rates with variations less than 0.4% over the entire 
75 mm substrate holding plate. 
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FIG. 2: (Color online) Hysteresis loops of Cu(300 A)/NiFeCuMo(200 A)/Cu(300 A) samples grown 
simultaneously in (a) zero field, and (b) 250 Oe, as measured by VSM. The measurement field was 
applied parallel (red, open symbols) and perpendicular (black, solid symbols) to the deposition 
field direction. 

RESULTS AND DISCUSSION 

X-ray diffraction confirms that both varieties of buffer induced (111) texturing in each 
sample variety. The (111) orientation is specifically of interest because it is known to yield 
the largest exchange bias when using FeMn as the antiferromagnet [H]. Each sample shows 
shifted (111) peaks relative to the bulk (43.2°, 43.3°, and 44.2° for FeMn, Cu, and NiFeCuMo, 
respectively, for Cu radiation), indicating a reduction in lattice parameter along the 
growth direction. The (111) texture in the Ta-buffered NiFeCuMo is more coherent in the 
growth direction than that of the Cu-buffered samples, as indicated by the relative intensities 
of the peak near 44° (Fig.[l|). Although the Ta seems to be the more promising buffer from 
this standpoint, a simple Scherrer analysis of the (111) peak indicates that the coherence 
length is only about half the film thickness. Annealing or higher temperature deposition may 
improve the structure. The origin of the weak (111) texturing in the Cu-buffered samples 
is not immediately obvious, since all the metals involved are FCC with only 2% lattice 
parameter differences. While still under investigation, we note that NiFeCuMo films may be 
susceptible to deposition-induced structural perturbations: we find it necessary to rotate the 
samples during growth in order to obtain reproducible magnetic properties; growing with 
the sputtering fiux at a fixed angle relative to a stationary substrate leads to unexpected 
(and difficult to control) magnetocrystalline anisotropy. It is possible that this structural 
sensitivity is playing a significant role in response to the differences in strain induced by the 
amorphous Ta and polycrystalline Cu buffers. 
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FIG. 3: (Color online) MH loops measured along the easy axes of NiFeCuMo(200 A)/FeMn(150 A) 
grown on substrate/buffer pairs of Si/Ta(50 A) (black squares), Si/Cu(300 A) (red triangles), 
SiOx/Cu(300 A) (blue circles). The MH loop of Ta/NiFeCuMo(400 A)/FeMn (grey line) shows 
that soft magnetic properties can exist simultaneously with exchange bias in this system. 

A custom substrate plate was used to deliver an in-plane field ~250 Oe in a local 
region of the plate, while the opposite side of the plate has a field below the detec- 
tion level of a calibrated Lakeshore 421 Gaussmeter. This allows two control samples of 
Cu(300 A) /NiFeCuMo(200 A) /Cu(300 A) to be produced simultaneously, one with and one 
without an applied growth field [13] . X-ray reflectivity was used to confirm that the deposi- 
tion rate was independent of the magnetic field used during deposition. As shown in Fig[2|a), 
the sample deposited in zero field shows quite isotropic magnetic behavior, with no signifi- 
cant difference in hysteresis loop shape for the magnetization measured along two orthogonal 
directions; no measurable difference in M-H behavior was observed for any in-plane angle. 
In contrast, the field-grown sample has developed a uniaxial magnetic anisotropy, with the 
easy axis corresponding to the direction of the deposition field. The coercivity is slightly 
enhanced along the easy axis, while the hard axis coercivity is not measurably changed rel- 
ative to the sample deposited in zero field. The saturation fields are in line with previous 
results on NiFeCuMo thin films O |6]. These samples have no antiferromagnetic layer, and 
accordingly exhibit no exchange bias. 

Relative to the control samples, a clear exchange bias develops when FeMn is deposited 
in a field onto the NiFeCuMo. Figure |3] show room temperature hysteresis loops measured 
along the easy axes for 200 A thick NiFeCuMo exchange biased with 150 A FeMn. Cu- 
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FIG. 4: (Color online) Exchange bias and coercive fields are inversely proportional to the ferro- 
magnet thickness for all three sample sets; thin lines are linear fits. 



buffered samples have significantly greater Heb than Ta-buffered samples. The coercive 
fields increase for all samples relative to the 4.3 Oe of the field-deposited control sample. 
Si/Cu and SiOx/Cu samples have the most significant change, with He = 13 Oe and 21 Oe, 
respectively, while the Ta-buffered sample has He = 9.1 Oe. 

For a more global view. Fig. |4] shows the thickness dependence of Heb and He for 
each sample set. Both Heb and H^ are inversely proportional to the thickness, which is 
expected because exchange bias is an interface effect. The two Cu-buffered samples have 
nearly identical Heb, suggesting that the interfaces in these samples are independent of the 
substrate. Interestingly, the Ta-buffered samples have significantly lower He than the Cu- 
buffered samples for a given NiFeCuMo thickness. With Heb = 14.1 Oe, He = 0.7 Oe, and 
a saturation field on the order of 1 Oe, the Ta/NiFeCuMo(400 A)/FeMn sample shows that 
the soft magnetic properties of the mu-metal can be retained in exchanged biased structures. 
Figure [5] shows the exchange bias as a function of applied field angle relative to the deposition 
field direction for the 200 A NiFeCuMo samples grown on Cu buffer layers[Tl]. For both, 
the angular dependence of the exchange bias is fit well to Heb cos 9, with amplitudes of —79 
and —106 Oe, respectively. 

Using values of Heb the measured along the easy direction for each sample, we can 
determine the interfacial energy per unit area according to Jint = MsIfmHeb, where Mg 
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FIG. 5: (Color online) Exchange bias as a function of in-plane applied field angle for 
Cu(300 A)/NiFeCuMo(200 A)/FeMn(100 A)/Ta(50 A) samples grown in 250 Oe onto Si (red 
triangles) and Si/SiOx (blue circles). Fits to HebcosO yield Heb of -79 Oe and -106 Oe, respec- 
tively. 
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FIG. 6: (Color online) The interfacial exchange energy per unit area Jint is the slope of the linear 
fits of the Heb vs l/M<jti?M) as described in the text. 

and tFM are the saturation magnetization (265 emu/cm^) and thickness of the NiFeCuMo, 
respectively. Figure [6] shows that hnear fits of the exchange bias as a function of l/MstpM 
yield Jmt = — 11.7 ±1.3 merg/cm^ for Si/Ta(5 nm), —82.3 ±2.0 merg/cm^ for Si/Cu, and 
—82.2 ±2.1 merg/cm^ for SiOx/Cu. These values are in agreement with previous energy 
densities using FeMn (111) as the antiferromagnet [1]. 
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CONCLUSIONS 



Together, these results show that mu-metal exhibits classic exchange bias behavior 
when grown in contact with FeMn. The differences in magnetic properties between the 
Cu/Ni77Fei4Cu5Mo4/Fe5oMn5o/Ta and Ta/Ni77Fei4Cu5Mo4/Fe5oMn5o samples are signifi- 
cant in respect to their applicability in low field sensing applications. The origin of the 
difference appears structural in nature. Although both Cu and Ta lend themselves to (111) 
texturing of the NiFeCuMo and FeMn, samples with Ta buffers preserved the soft magnetic 
properties of the mu-metal most effectively. One notable result here is the ability to pre- 
serve the soft features of the mu-metal while inducing the unidirectional anisotropy. This 
may impact devices and structures employing soft magnetic materials, such as giant mag- 
netoimpedance and related sensors, and exchange springs with tunable magnetization tilt 
angles. 
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